Thermodynamics of Titanium- Aluminum- 
Oxygen Alloys Studied 

Titanium-aluminum alloys are promising intermediate-temperature alloys for possible 
compressor applications in gas-turbine engines. These materials are based on the Cfe-ThAl 
+ y-TiAl phases. The major issue with these materials is high oxygen solubility in Cfe-T^Al, 
and oxidation of unsaturated alloys generally leads to mixed nonprotective Ti 02 +Al 2 03 
scales. From phase diagram studies, oxygen saturated Cfc-TbAUO) is in equilibrium with 
AI2O3 (ref. 1); however, oxygen dissolution has a detrimental effect on mechanical 
properties and cannot be accepted. To better understand the effect of oxygen dissolution, 
we examined the thermodynamics of titanium-aluminum-oxygen alloys. 

A series of alloys near the Cfe-ThAl phase field of varying oxygen content were prepared. 
The study involved (1) determining the precise phase and composition of each alloy at 
temperature and (2) determining the thermodynamic activities of titanium, aluminum, and 
oxygen for each alloy. Compositional and phase analysis was done via standard chemical 
analysis, x-ray diffraction, and microprobe techniques. 

Thermodynamic measurements were conducted with a vapor pressure technique, using a 
unique double-cell system designed and fabricated at the NASA Glenn Research Center 
(ref. 2). This is illustrated in the figure. The Knudsen cell technique has been used for 
many years to give precise vapor pressures. In this technique, vapor pressures of a 
particular component in an alloy and those in a pure material are measured. The ratio of 
the two vapor pressures is the thermodynamic activity. 

For accurate measurements to be obtained, a number of critical issues must be addressed. 
Precise measurement and uniformity of temperature in the cells is essential. Temperatures 
were measured with thermocouples touching the sides of the cells. Mixing of the 
molecular beams from each cell proved to be a major issue, so alternative materials were 
used, with appropriate corrections for the cross sections. Copper was used in place of 
aluminum; nickel was used in place of titanium. 



knutfsBft ee^s — 



CO i 7 - 7 *S 7 D 


jrtraisifltflr 


Double Knudsen cell flange with furnace and x-y translation. 
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In a mass spectrometer, vapor pressures P are related to intensity I by P = kIT/o. Here, fc 
is the machine constant and a is the ionization cross section. Initially, a second law heat 
was measured with the copper or nickel standard. Agreement with the tabulated values 
indicated that the temperature calibrations and ion intensity measurement system were 
functioning properly. From each standard data point, the quantity k/G c u or k/Gm was 
determined. The cross-section ratios GcJgm and Oni/Ot, were obtained from previous 
measurements of pure copper/pure aluminum and pure nickel/pure titanium. The standard 
provided a check of the system and an in situ value of k/o M and k/G Ti that could then be 
used to calculate the vapor pressure of A1 or Ti over the alloy. 

Oxygen activities were measured from the Al 2 0(g) = V 2 0 2 (g) + Al(in alloy) equilibria (ref. 
3). The equilibrium constant for this reaction is well known (ref. 3). The values for 
/ ) (A1 2 0) and the activity of A1 are measured and, hence, P( 0 2 ) could be determined. 
Oxygen partial pressures in the range of 10 30 can be reliably measured. 

Initial measurements have been completed in the (3-Ti + a 2 -Ti 3 Al and a 2 -Ti 3 Al + y-TiAl 
two-phase fields. In the J3-Ti + a 2 -Ti 3 Al two-phase field, oxygen decreases the titanium 
activity and increases the aluminum activity. In the a 2 -Ti 3 Al + y-TiAl two-phase field, the 
activities of A1 and Ti appear less dependent on oxygen. Further work is underway on 




additional alloys in this system. 
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